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(54) GLASS PLATE BENDING METHOD AND APPARATUS 



(57) An apparatus for forming glass sheets is pro- 
vided wherein in a furnace structure of a heating fur- 
nace where molds with glass sheets carried thereon are 
intermittently conveyed, the staying period in the heat- 
ing zone just before an annealing zone is variable, and 
the annealing zone includes a lifting device to separate 
a mold from a conveying device. By such arrangement, 
glass sheets having different shapes can be succes- 
sively produced with a period for job change being 
greatly shortened. 
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Description 

Technical Field 

5 [0001 ] The present invention relates to a method and apparatus for bending glass sheets. 
Background Art 

[0002] Glass sheets are heated to a bending temperature (normally around 600°C-700°C) to be formed into a bent 
io shape from a flat shape. The forming can be carried out by several measures. As one example of the measures, there 
is a method wherein glass sheets carried on ring molds are conveyed into a heating furnace to sag under their own 
weight so as to be bent following the profile of the molds (hereinbelow, referred to as the gravity using bending method). 
[0003] EP-A-621244 contains a reference to a forming apparatus with the gravity using bent method applied thereto. 
The forming apparatus for glass sheets controls a conveyance commencing position of molds in a heating furnace into 
is an annealing zone when glass sheets are conveyed into the annealing zone provided subsequently to the heating fur- 
nace. Such control can adjust the degree of deformation of the glass sheets between the heating furnace and the 
annealing zone and provide the glass sheets with a certain bent shape. 

[0004] On the other hand, the bent shapes of glass sheets for automobile windows are required to be suited to small- 
quantity of multi-product production in order to cope with the tendency that automobiles are manufactured in small - 

20 quantity of multi-product production. Since a heated and softened glass sheet follows the profile of its related mold, the 
bent shape of each glass sheet is changed by changing its related mold. The glass sheets are deformed even when the 
glass sheets are conveyed from the heating furnace into the annealing zone. This means that the shape of each glass 
sheet can be also changed by modifying the conveyance commencing position that each of the glass sheets starts mov- 
ing toward the annealing zone in the heating furnace and thereby modifying the period wherein each of the glass sheet 

25 is moving. 

[0005] However, in order to use the apparatus disclosed in the publication to cope with the demand for small-quantity 
of multi-product production, the conveyance commencing position of the molds from the heating furnace into the 
annealing zone is required to be modified, depending on a desired shape of the glass sheets. Modifying the conveyance 
commencing position as required involves complication in the driving device for the modification. In addition, since the 

30 glass sheets are successively conveyed into the heating furnace, a preceding glass sheet interferes with the moving of 
the succeeding glass sheet if the conveyance commencing position is modified for each of the glass sheets. In case of 
the apparatus and the method disclosed in the publication, it has been difficult to cope with frequent modification of the 
shape of the glass sheets, which are required for the small-quantity of multi-product production of the glass sheets. 
[0006] The heating temperature in the heating furnace for bending the glass sheets has been experientially set based 

35 on a targeted degree of curvature of the glass sheets. Before bending glass sheets in mass-production, sample glass 
sheets are formed in a bent shape in the heating furnace, and the bent shape of the formed sample glass sheets is 
compared to a targeted degree of curvature. When the bent shape is out of an acceptable range, the heating tempera- 
ture is modified by feedback. 

[0007] Such method for bending glass sheets requires to check on an actual apparatus whether the bent shape of 
40 glass sheets is in the acceptable range since the heating temperature in the heating zone has been experientially set. 
The conventional method for bending glass sheets has a disadvantage in that considerable labor is involved until glass 
sheets are actually mass-produced. In particular, unlimited considerable labor is involved to cope with the small-quan- 
tity of multi-product production since checking on an actual apparatus is required for each of targeted shapes. It takes 
a lot of time to change the shape of the glass sheets to another one (job change). 
45 [0008] It is an object of the present invention to solve the disadvantage of the conventional technique, and to provide 
a novel method and apparatus for bending glass sheets which have not been known. 

Disclosure of Invention 

so [0009] The present invention has been provided to solve the problem, and provides a method for bending glass sheets 
wherein a plurality of molds are provided, the respective molds have glass sheets carried thereon and the molds are 
successively conveyed into a heating furnace to bend the glass sheets; and wherein the heating furnace includes a plu- 
rality of divided heating zones which heat the glass sheets to a forming temperature and an annealing zone which is 
provided downstream of the heating zones to anneal the glass sheets, and the molds are successively conveyed into 

55 the heating furnace from upstream of the heating zones to downstream of the annealing zone through the divided heat- 
ing zones and the annealing zone to bend the glass sheets, following the molds, so as to successively bend the glass 
sheets; characterized in that the molds are intermittently conveyed between the respective heating zones such that the 
molds stay for a certain period T 0 in the respective heating zones except the heating zone thereamong just before the 
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annealing zone; and that a period T n wherein the molds stay in the heating zone just before the annealing zone is var- 
iable to not longer than T 0 , and the molds are intermittently conveyed between the heating zone and the annealing zone 
such that the molds stay for the period T 1 dependent on a targeted curvature of the glass sheets. 
[0010] The present invention also provides a method for bending glass sheets wherein a plurality of molds are pro- 

5 vided. the respective molds have glass sheets carried thereon and the molds are successively conveyed into a heating 
furnace to bend the glass sheets; and wherein the heating furnace includes a plurality of divided heating zones which 
heat the glass sheets to a forming temperature and an annealing zone which is provided downstream of the heating 
zones to anneal the glass sheets, and the molds are successively conveyed into the heating furnace from upstream of 
the heating zones to downstream of the annealing zone through the divided heating zones and the annealing zone to 

10 bend the glass sheets, following the molds; characterized in that before conveying the glass sheets into the heating fur- 
nace to actually bend the glass sheets, a simulated shape of a glass sheet is found by calculating a degree of curvature 
of a glass sheet in its entirety in accordance with a method for calculating a degree of curvature of the glass sheet 
including a first step for setting dimensions of the glass sheet and preset temperatures of heaters provided in the 
respective heating zones, a second step for dividing the glass sheet into a plurality of elements and calculating a glass 

75 tenperature in each of the elements in the respective heating zones based on a heating quantity received by each of 
the elements in the respective heating zones and a staying period of the glass sheet elements in the respective heating 
zones, a third step for calculating a degree of sag of each of the elements of the glass sheet in the respective heating 
zones based on the calculated glass temperature in each of the elements in the respective heating zones in consider- 
ation of a relationship between sagging speeds and glass temperatures of the glass sheet preliminarily found and a 

20 fourth step for calculating a degree of curvature of the entire glass sheet conveyed through the entire heating zones 
based on the calculated degree of sag of each of the elements of the glass sheet in the respective heating zones; and 
that the simulated shape of the glass sheet is compared to a preset desired design shape of the glass sheet and set 
terrperatures of the heaters are determined by modifying the preset temperatures of the respective heaters so as to 
bring the simulated shape of the glass sheet near to the desired design shape, and that the molds with the respective 

25 glass sheets carried thereon are conveyed through the respective heating zones. 

[001 1 ] The present invention also provides an apparatus for bending glass sheets which includes a plurality of molds 
with glass sheets carried thereon, a heating furnace which includes a plurality of divided heating zones to heat the glass 
sheets to a forming temperature and an annealing zone provided downstream of the heating zones to anneal the glass 
sheets, and a conveying device to convey the molds from upstream of the heating zones to downstream of the anneal- 

30 ing zone through the divided heating zones and the annealing zone, and which successively conveys the molds into the 
heating furnace to bend the glass sheets so as to follow the molds; characterized in that the molds are intermittently 
conveyed between the heating zones and between the heating zones and the annealing zone, that the molds stay for a 
certain period T 0 in the respective heating zones except the heating zone thereamong just before the annealing zone, 
and that a period T, wherein the molds stay in the heating zone just before the annealing zone is variable to not longer 

35 than T 0 . 

Brief Description of Drawings 

[0012] Figure 1 is a schematic cross-sectional view of an example of the entire apparatus for forming glass sheet 
40 according to the present invention. Figure 2 is a schematic front view of an example of the annealing zone in Figure 1 . 
Figure 3 is a schematic cross-sectional front view (a) showing the details of a door and its surrounding in Figure 1 . and 
a schematic cross-sectional view (b) showing the details thereof. Figure 4 is a schematic cross-sectional partial view of 
an upper portion of the furnace structure in Figure 1 . Figure 5 is a layout diagram of heaters provided in the respective 
zones in Figure 1. Figure 6 is a schematic view of the arrangement of ceiling heaters in the heating zone 103 in Figure 
45 i . Figure 7 is a block diagram of a heating temperature controller for ceiling heaters. Figure 8 is a schematic view 
explaining block division based on the heater arrangement. Figure 9 is a model view of a glass sheet for explanation of 
the simulation according to the present invention. Figure 10 is a schematic view explaining heat capacity received by 
elements of the glass sheet in accordance with the simulation of the present invention. Figure 11 is a schematic view 
explaining heat capacity received by one of the elements of the glass sheet in accordance with the simulation of the 
so present invention. Figure 12 is a graph of a relationship between glass temperatures and sagging speeds. Figure 13 is 
a schematic view explaining simulation finding of a sagging speed. Figure 14 is a flowchart showing how to find a 
degree of curvature of the glass sheet according to the present invention. 

Best Mode for Carr ying Out the Invention 

55 

[001 3] Now, the present invention will be described in reference to the accompanying drawings. In Figure 1 is shown 
a schematic cross-sectional view of an example of the entire apparatus for forming glass sheets according to the 
present invention. A heating furnace to comprises a tunnel formed furnace structure 1 1 which has an inner wall pro- 
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vided with a plurality of heaters heated by energization to resistors, a mold returning zone 12 which is provided under 
the furnace structure 11. and vertical conveying zones 14, 14' which include lifters 13. 13* for conveying glass sheets 
between the furnace structure 11 and the mold returning zone 12. 

[0014] The furnace structure 1 1 includes four divided heating zones 101-104 and an annealing zone 105, and the 
5 vertical conveying zones 1 4, 1 4 f on an upstream side of the heating zone 1 01 and on a downstream side of the anneal- 
ing zone 1 05. In the heating furnace 1 0. molds 30 with glass sheets carried thereon intermittently travel from the vertical 
conveying zone 14 toward the vertical conveying zone 14'. By such arrangement, the glass sheets are heated to be 
bent, following the profile of the molds 30. The molds 30 are ring formed molds, each of which has a contour substan- 
tially matched to a desired bent shape of the glass sheets, and each of which is formed in a downwardly convex shape. 
io The glass sheets have peripheral portions thereof supported by the molds 30. The molds 30 are carried on a conveying 
device 25 comprising a driving chain, a conveyer belt and so on, and are intermittently traveled in each of the heating 
zones and the annealing zone in the furnace structure 1 1 , driven by the conveying device 25. Each of the molds 30 nor- 
mally has a glass sheet or two glass sheets carried thereon. In particular, the forming of glass sheets according to the 
present invention can be effective to bend two glass sheets to be used for laminated glass for a windshield. Laminated 
is glass is prepared by laminating two glass sheets with an intermediate layer interposed therebetween. The bending 
shapes of the two glass sheets are required to conform each other. Matching of the bent shapes of both glass sheets 
can be obtained by putting the two glass sheets on a mold one on the other. 

[0015] The respective molds 30 stay for a certain period T 0 in the heating zones 101-103 among the heating zones, 
which are located up to the third one from the vertical conveying zone 14. On the other hand, the staying period T-, 

so wherein the molds 30 stay in the heating zone 1 04 just before the annealing zone 1 05 is appropriately variable, depend- 
ing on glass sheet types. Although the staying period is variable, T n is not longer than T 0 . By such arrangement, the 
heating period is modified, depending on a targeted bending shape of the glass sheets. The glass sheets can be 
obtained to have a desired bent shape for each of glass sheet types by lengthening the staying period Tj in the heating 
zone 104 for bending the glass sheets greatly (making the radius of curvature small) and shortening the staying period 

25 T 1 in the heating zone 104 for bending the glass sheet slightly (making the radius of curvature great). 

[0016] The furnace structure 11 has certain positions thereof provided with doors 15. 15* and 15 H . Specifically, the 
doors 15, 15* and 15" are provided between the heating zone 101 and the vertical conveying zone 14 at a front end of 
the heating zone 101 , between the heating zone 104 and the annealing zone 105 and between the annealing zone 105 
and the vertical conveying zone 13' at a rear end of the annealing zone 105 to provide closed spaces in the furnace. 

30 The doors 15, 15* and 15" are opened only when the molds 30 pass thereat, and the doors are otherwise closed. The 
doors 15, 1 5* and 15" are vertically opened and closed, and the furnace structure has enclosures provided on an upper 
portion thereon so as to include guides for door opening. The provision of the doors prevents the temperature in the 
furnace from being removed out thereof. The enclosures will be explained in detail later. 

[0017] The molds 30 with the glass sheets carried thereon are conveyed from an inlet of the furnace structure 1 1 into 

35 the furnace structure 1 1 by the lifter 13 in the vertical conveying zone 14. At that time, the door 15 which is provided at 
the front end of furnace structure 1 1 is opened, being matched to the progress of the molds 30. When each of the molds 
30 has gotten in the furnace structure 1 1 . the door 15 is dosed. Only when each of the molds 30 is conveyed, the door 
15 is opened to prevent the heat in the furnace structure 1 1 from escaping out of the furnace. 
[0018] The molds 30 are conveyed until the heating zone 1 04 of the furnace structure 1 1 in that manner. When each 

40 of the molds moves into the annealing zone 105 after having been transferred into the heating zone 104, the door 15' 
which is provided between the annealing zone 105 and the heating zone 1 04 just therebefore is opened, being matched 
to the progress of each of the molds 30. The temperature in the annealing zone 105 is lower than that in the heating 
zone 104. The reason for provision of the door 15' is that the different temperatures in the respective adjoining zones 
are required to be maintained. There is also provided the door 15" between the annealing zone 105 and the vertical 

45 conveying zone 14' to maintain the temperature in the furnace structure 11. The door 15" is also opened only when 
each of the molds 30 is removed from the annealing zone 105 to the vertical conveying zone 14'. 
[001 9] The glass sheets which have been bent in that manner and have been conveyed to the vertical conveying zone 
1 4* are downwardly moved by the lifter 1 3\ being carried on the molds 30. After that, only the glass sheets are conveyed 
into a subsequent process, and the molds 30 are conveyed to the vertical conveying zone 1 4 through the mold returning 

so zone 12. 

[0020] The heating furnace has upper, lower, right and left walls provided with heaters, which heat the inside of the 
heating zones 101-104 to such a temperature that the glass sheets can be heated and softened to be deformed in a 
bent shape. The heaters in the annealing zone 1 05 heat the inside of the annealing zone 105 to such a certain temper- 
ature that the glass sheets heated in the heating zones 101-104 can be annealed. After the glass sheet have stayed in 
55 the annealing zone 105 for a certain period, the glass sheets are conveyed from the annealing zone 105 outside the 
furnace structure 1 1 . driven by a conveying device 25. 

[0021] As stated, there are provided a plural number of the molds 30 to be conveyed, and the glass sheets are suc- 
cessively conveyed into the heating furnace 10, being carried on the molds. The molds 30 are successively conveyed 
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so that each of the molds stays in each of zones in the furnace structure 1 1 in principle. Although a zone contains no 
mold 30 in an exceptional case, there is no case that a zone contains a plural number of the molds 30. When the molds 
30 have stayed in the respective heating zones 101-103 for the certain period T 0 , the molds 30 are successively con- 
veyed to the subsequent zones. At that time, another mold 30 outside the furnace structure 1 1 is conveyed into the 

5 heating zone 101 . After that, subsequent molds 30 are successively conveyed into the heating zone. The molds 30 in 
the heating zone 104 and the annealing zone 105 do not always stay there for a certain period (the stay period T, at 
the heating zone 104 is variable to not longer than T 0 as explained. The staying state in the annealing zone will be 
explained). The respective molds 30 in the heating zone 104 and the annealing zone are, however, successively con- 
veyed in the subsequent zones like the molds 30 in the other zones. 

io [0022] Each of the molds 30 stays for the period T 0 in each of the heating zones 101-103 of Figure 1 . On the other 
hand, the staying period T-, of each of the molds 30 in the heating zone 1 04 has a maximum value of T 0 . and the staying 
period T n is shortened depending on a desired bent shape of the glass sheets. When a mold is conveyed from the heat- 
ing zone 104 into the annealing zone 105 under T n < T 0 . there is a situation where the heating zone 104 contains no 
mold 30. A mold 30 is conveyed from the heating zone 1 03 into the heating zone 1 04 when a period of (T 0 - T 1 ) = T 2 

is has passed after lapse of T 1 . Since the conveying device for this conveyance is driven, the conveying device in the heat- 
ing zone 104 without a mold contained therein is also driven. In addition, the conveying device in the annealing zone 
1 05 is also driven. Without adopting any measures, the glass sheet or the glass sheets on the preceding mold 30 which 
has been conveyed into the annealing zone 105 are not subjected to sufficient annealing since the annealing period is 
only T 2 . 

20 [0023] There may be provided an arrangement that prevents such interlocking operation. In Figure 2 is shown a 
device which has a simpler structure than such an arrangement. Specifically, it is preferable that the annealing zone 105 
include a lifting device 16 which can temporarily prevent the motion of the conveyed device 25* from being transmitted 
to the mold 30 in that zone. When the glass sheets are bent in a certain type, the molds 30 in the heating zones 101- 
1 03 stay therein for the period of T 0 At that time, the mold in the heating zone 1 04 stays therein for the period of T<\ . The 

25 mold in the heating zone 104 is conveyed into the annealing zone after lapse of the period of T v Under T t < T 0 . the 
molds in the heating zones 101-103 still stay therein. 

[0024] After the period T 2 has passed since then, the respective molds 30 in the heating zones 1 0 1 -1 03 are conveyed 
to the respective subsequent heating zones. At that time, the glass sheet in the annealing zone 1 05 has been subjected 
to annealing only for the period of T 2 . In order to cope with this problem, the mold 30 in the annealing zone is lifted from 

30 the conveying device 25* by the lifting device 16 to prevent the glass sheet in the annealing zone 105 from being con- 
veyed out of the furnace structure 1 1 , driven by the conveying device. Such arrangement allows the conveying device 
25' and the mold 30 to be separated so as to prevent the motion of the conveying device 25* from being transmitting to 
the mold 30. After that, the mold 30 separated from the conveying device 25* is put on the conveying device 25' while 
the motion of the conveying device 25* is stopped, and the motion of the conveying device 25' is transmitted to the mold 

35 30 when the mold 30 is conveyed from the annealing zone 1 05 to the furnace structure 1 1 . 

[0025] When the subsequent mold 30 in the heating zone 1 04 is conveyed into the annealing zone 1 05, the mold 30 
in the annealing zone 105 is conveyed outside the furnace structure 11 (the lifting zone) by the conveying device 25'. 
After that, the mold 30 in the lifting zone 1 4' is downwardly conveyed below the furnace structure 1 1 by the lifter, and 
the formed glass sheet is conveyed toward a direction opposite to the mold returning zone 12. The mold 30 is trans- 

40 f erred toward the lifting zone 1 4 just before the heating zone 1 05 through the moid returning zone 1 2. and a new glass 
sheet is put on the mold therein. 

[0026] The conveying devices according to the present invention may comprise any preferred device that can inter- 
mittently convey molds put thereon from the respective zones to the subsequent zones, such as a device wherein a 
driving chain, belt or roller coupled to a driving device of e.g. an electric motor is driven. Although the conveying device 

45 which are located to correspond to the heating zones 101 , 1 02 and 103 may be simultaneously driven by a single end- 
less belt or driving chain, the conveying device which is located to correspond to the heating zone 104 driven independ- 
ently of the motion in the heating zone 101 and so on. Since a mold is conveyed from the heating zone 103 to the 
heating zone 104, the conveying device in the heating zone 1 04 is also activated, following the motion of the mold which 
has stayed in the heating zone 103. This is also applied to the annealing zone 105. 

so [0027] In the heating zones and the annealing zone, the furnace wall which includes heat insulating materials has the 
plural heaters provided thereon to heat the respective zones to certain temperatures. In the shown example, the fur- 
nace structure has the ceiling wall provided with five heaters in each of the zones, the side wall provided with one heater 
in each of the zones and the floor wall provided with three heaters in each of the zones, and the present invention is not 
limited to the arrangement of the heaters in the shown example. Although there are the four divided heating zones, the 

55 present invention is not limited to such dividing arrangement, and the dividing arrangement may be appropriately mod- 
ified, depending on the capacity of the heaters, the stay period and the installing location. It is preferable that the heating 
zones comprises about 4-7 of divided zones in order to change the temperature distribution of the heaters in each of 
the heating zones so as to obtain certain curvatures at respective portions of a glass sheet by giving different temper- 
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ature distributions to the glass sheet 

[00281 The heating zones have the temperatures therein set. depending on a type of the glass sheets, so as to be 
normally heated to about 600°C - about 750°C. The annealing zone has the temperature therein normally set at about 
400°C - about 450°C. depending on the temperature and the type of the heated glass sheets. Burner instead of the 
heaters may be provided to heat the inside of the zones. All healers may be replaced by burners, and some of the heat- 
ers may be replaced by burners. . 
[0029] "me lifting device which separates a mold from the conveying device and put it on the conveying device again 
in the annealing zone may comprise a proper device such as a device wherein pistons in the zone are vertically moved 
by e.g. pneumatic cylinders from outside the zone. 

[0030] The forming apparatus for glass sheet according to the present invention is particularly effective when the stay- 
ing period of the mold 30 in the heating zone 104 in the shown example is frequently modified. Modification in the stay- 
ing period of the mold 30 in the heating zone 104 is made to successively produce glass sheets having different 
dimensions including a bent shape thereof. This is effective as measures to cope with small-quantity of multi-product 
production of glass sheets for automobile windows in terms of the recent trend toward small-quantity of multi-product 
production of automobiles. By modifying the stay period of the mold 30 in the heating zone 104, the time period to heat 
glass sheets can be modified to accordingly modify the curvature of the glass sheets, providing the glass sheets with 
many kinds of bent shapes. On other words, production of glass sheets in many kinds of types can be realized by set- 
ting the time period for heating, depending on the types of the glass sheets. 

[0031 ] The modification in the time period for heating glass sheets in accordance with types thereof can be realized 
by modifying set temperatures of the heaters. When glass sheets having different types are successively produced, the 
staying period in the heating zone just before the annealing zone can be appropriately modified, depending on the 
types, in accordance with the forming apparatus of the present invention to obtain glass sheets bent so as to have var- 
ious kinds of desired curvature. In particular, when a mold has conveyed into the annealing zone at earlier timing, the 
following arrangement stated earlier is preferably provided to obtain a sufficient annealing without provision of a com- 
plicated driving device. The provision of the lifting device in the annealing zone which temporarily lifts a mold from the 
conveying device to prevent the motion of the conveying device from being transmitted to the mold is preferable to actu- 
ally realize the modification in the staying period in the heating zone referred to in this paragraph. 
[0032] In order to cope with such small quantity of multi-product production, it is required that the temperatures in the 
respective heating zones be kept at set temperatures. The following arrangement can be listed as preferable arrange- 
ment to realize stable temperature setting. 

(1) Enclosures are provided at the doors. 

(2) The heaters for the ceiling wall are separated from the furnace wall. 

[0033] The arrangement (1 ) will be explained. It has been described that the doors 1 5. 1 5' and 1 5 W are provided on 
the certain positions of the furnace structure 1 1 . it is preferable that the enclosures are provided on the furnace struc- 
ture to prevent the temperature in the furnace from being removed outside the furnace when the doors are opened. The 
details of an enclosure and its surrounding are shown in Figure 3. 

[0034] In Figure 3(a) is shown a schematic cross-sectional front view of essential portions of the enclosure and its 
surroundings, and in Figure 3(b) is shown a schematic cross-sectional view of the essential portions. Although the 
opening and closing devices for the respective doors may comprise any preferred devices, the opening and closing 
devices for the respective doors in the shown example comprise devices having the same structure. In Figure 3 is 
shown the device for the door 1 5 between the heating zone 1 04 and the annealing zone 105 as a typical example. 
[0035] The heating zone 104 and the annealing zone 105 have a boundary therebetween provided with the door 15*. 
The upper furnace wall 84 has a door entry opening 82 formed therein at the boundary between the heating zone 104 
and the annealing zone 105 to communicate between the inside of the heating furnace and the inside in the enclosure 
80 so that the door 15' is vertically movable. The enclosure 80 is formed in a vertically extended box shape which has 
an enclosure opening toward the door entry opening 82. The enclosure opening has an opening end portion thereof 
abutted to an outer surface of the furnace wall 84 through heat insulating material so as to contain the door entry open- 
ing 82 in an inner periphery of the enclosure opening. When the door 15* is opened, the door 15* is housed in the box. 
[0036] The enclosure 80 is abutted to the outer surface of the furnace wall 84 through heat insulating material and is 
bolted to the furnace wall 84 at brackets thereof (not shown). The heat insulating material which is interposed between 
the enclosure 80 and the furnace wall 84 works as a heat seal for the abutting portion of both members. The enclosure 
80 is made of boards with heat insulating material included therein. 

[0037] The door 15' has an upper portion thereon coupled to a driving device 81 through coupling members 83 such 
as chains and wires. The door is vertically moved, driven by the driving device 81 , to open and shut the communication 
between the heating zone 104 and the annealing zone 105. Although the driving device 81 may comprise any preferred 
device, the shown example adopts such arrangement that sprocket is rotated, using a pneumatic cylinder as a driving 



6 




EP 0 928 779 A1 

sourca to wind and unwind the coupling members, opening and dosing the door 15' 

[0038] The provision of the doors is effective to maintain the inside of the heating furnace at the certain temperature 
in stable fashion. In particular, the door 1 5* which is provided between the heating zone 104 and the annealing zone 1 05 
is effective to maintain the inside of the heating furnace at the certain temperature. In order to control the stress exerted 
5 on the glass sheets, the glass sheets are required to be adequately annealed. For this reason, it is necessary to main- 
tain the temperature in the annealing zone at a certain temperature. On the other hand, when the heat in the heating 
zone is conducted to the inside of the annealing zone adjacent the heating zone, the temperature in the annealing zone 
can not be kept at the certain temperature. 

[0039] From this viewpoint, it is effective that a door provided between the heating zone and the annealing zone to 
10 shut the communication therebetween and that the door is opened and closed (when a mold is conveyed) as in the 
shown example. In order to keep the inside of the annealing zone at a certain temperature, it is particularly effective to 
interlock the motion of the door opening device with the motion of the conveying device for a mold so that the door is 
opened and closed, matching timing to convey the mold from the heating zone into the annealing zone. This interlock 
greatly contributes to maintain the inside of the annealing zone at a certain temperature in an apparatus which is par- 
is ticularly effective to cope with small-quantity of multi-product production of glass sheets wherein the staying period in 
the heating zone 104 changes as it fits. 

[0040] The separation of the heaters for the ceiling wall from the furnace wall in the arrangement of (2) will be 
explained. In Figure 4 is shown a schematic cross-sectional partial view of the upper portion of the furnace structure 
1 1 , which is viewed from the same side as Figure 1 . The heaters 20 have a flat shape, and a certain number of the heat- 

20 ers are provided in each of the heating zones. In Figure 4 are shown one of the heaters and another heater adjacent 
thereto in the conveying direction. The heaters are suspended from the ceiling wall by supporting members 50 so as to 
provide a first air layer 60 between an inner surface 1 1 1 of the furnace wall 84 and the heaters 20. Each of the support- 
ing members 50 comprises a suspending member 51 passed through a through hole 1 12 formed in the furnace wall 84 
and held on the outer surface of the furnace wall 84, a supporting plate 52 fixed to the suspending member 51 by e.g. 

25 screws, and spacers 53 made of glass. The supporting plate 52 is made of heat insulating material for instance, and 
the supporting plate is fixedly suspended from the suspending member 51 to be separated from the inner surface 111 
of the furnace wall 84. The space between the supporting plate 52 and the inner surface of the furnace wall 84 substan- 
tially works as the first air layer 60. Each of the heaters 20 and each of their related supporting plates 52 have the spac- 
ers 53 interposed at peripheral portions thereof therebetween so as to provide a second air layer 61 therebetween. 

30 Each of the heaters 20 has both ends provided with conductive terminals for energization, which pass through holes in 
the furnace wall 84 and connected to a power source outside the furnace. 

[0041 ] The reason why such arrangement of the heaters is effective in small-quantity of multi-product production for 
glass sheets is as follows. When a glass sheet has different curvatures at portions thereof, a temperature distribution is 
given to the glass sheet to be heated in the heating furnace. Various patterns can be provided with the temperature dis- 
35 tribution to obtain glass sheets having many different bent shapes. In other words, production of glass sheets in many 
different types can be realized by giving a temperature distribution suited to each of the different types. In order to pro- 
vide a temperature distribution suited to each of the different types, temperature setting for the heaters is modified for 
each of the different types. 

[0042] When glass sheets which have different dimensions including bent shapes are successively produced, the 
40 temperature setting for the heaters provided on the inner surface of the furnace wall is frequently modified. When the 
heaters are embedded in the furnace wall as usual, the heat is taken in the furnace wall or the heat in the furnace wall 
is taken out even rf temperature setting for the heaters is modified. This creates a phenomenon that the inside of the 
furnace can not be set at a certain temperature or a phenomenon that it takes some time for the inside of the furnace 
to be set at a certain temperature because of poor responsivity. The arrangement of the heaters as stated earlier pro- 
45 vides the first and second air layers between the inner surface of the furnace wall and the heaters. This allows the tem- 
perature in the furnace to be modified with good responsivity in accordance with modification in the temperature setting 
for heaters, modifying the temperature of the glass sheets. 

[0043] Now, a preferred mode for setting and controlling the temperature of the heaters will be explained. The useful- 
ness of temperature distributions in accordance with different types has been stated. If a fine temperature distribution 
so is provided, diversification in the shape of the glass sheets is accordingly realized. In order to provide such a fine distri- 
bution, it is proposed that the heaters be subdivided. However, if the heaters are subdivided, the temperature control 
system for the heaters is accordingly complicated. Now, a prefened mode to simplify the temperature control system 
will be explained. 

[0044] In Figure 5 is shown an arrangement of the heaters which are provided in the heating zones 101-104 and the 
55 annealing zone 105. Each of the zones includes ceiling heaters 40, side heaters 42 and floor heaters 44. The ceiling 
heaters 40A-40D in each of the respective heating zones include five divided heater groups A-E, and the respective 
ceiling heaters have different arrangement patterns. In particular, the ceiling heaters 40C and D in the heating zones 
103 and 104 have the heater groups A and B divided into two blocks. Consequently, each of the heating zones 103 and 
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104 includes six blocks. The heating group A of the ceiling heater 40E in the annealing zone 105 is made of a single 
heater, which is set at a lower temperature than the heater groups in the other zones. The respective heater groups in 
the respective zones are set at independent temperatures. 

[0045] Each of the side heaters 42A-42E in each of the heating zones is made of a single heater A, and each of the 
s side heaters has the same arrangement pattern as one another. The floor heaters 44A-44E in the respective heating 
zones are divided into three heaters A-C, and the floor heaters have the same arrangement pattern. 
[0046] Control for the ceiling heaters will be described with respect to the ceiling heaters 40C as an typical example 
(in Figure 6 is shown an enlarged view of the ceiling heaters 40C). As stated earlier, the ceiling heaters 40C are divided 
into six blocks numbered No.1-No.6. In Figure 6, the ceiling heaters include the heater group A, the heater group B, the 
10 heater group C, the heater group D, the heater group E. the heater group A from the top. In other words, the ceiling heat- 
ers 40C include the two heater groups A, A set at the same temperature, and each of these heater groups A, A is made 
of heating elements, the number of which is half of the number of the heating elements in each of the other heater 
groups B-E. 

[0047] In Figure 7 is shown in a block diagram of a heating temperature controller 70 for the ceiling heaters 40C. The 

is heating temperature controller 40 shown in this Figure includes CPU 72 for collectively controlling the ceiling heaters 
40C. The CPU 72 controls five current controllers (five temperature control systems) 73, 74, 75, 76 and 77 based on 
inputted information to heat each of the heater groups A-E to certain temperatures set through a keyboard 140. By such 
arrangement, a certain temperature distribution for bending the glass sheets is provided in the heating zone 103. 
[0048] The current controller 73 is a temperature control system for heating the heater groups A to heat the heater 

20 groups A, A numbered No.1 and N0.6, the current controller 74 is a temperature control system for the heater group B, 
the current controller 75 is a temperature control system for the heater group C, the current control system 76 is a tem- 
perature control system for the heater group D, and the current controller 77 is a temperature control system for the 
heater group E. In the heating temperature controller 70 shown in Figure 7, the two heater groups A, A which are set at 
the same temperature are controlled by the single current controller 73. 

25 [0049] In accordance with the heating temperature controller 70 thus constructed, it is enough to provide the five cur- 
rent controllers 73-77 for the heater groups A-E divided into six blocks. By such arrangement, a temperature distribution 
with fine temperature differences can be provided without increasing the number of the current controllers to corre- 
spond to the number of the heater groups, and the glass sheets can be bent in a shape close to designed dimensions. 
[0050] Although explanation has been made with respect to the heating temperature controller 70 for the ceiling heat- 

30 ers 40C in the heating zone 103, the ceiling heaters 40D in another zone may be likewise temperature-controlled. The 
ceiling heaters 40D shown in Figure 5 include two divided heater groups B, B set at the same temperature, and the 
heater groups B, B are shown to be temperature-controlled by a single current controller. 

[0051 ] The ceiling heaters 40A, 40C provided in the heating zones 101 , 1 03 shown in Figure 5 have the same number 
of control systems though the ceiling heaters have different arrangement patterns of the heater groups thereof. Likewise 

35 the ceiling heaters 40B, 40D provided in the heating zones 102, 104 have the same number of control systems though 
the ceiling heaters have different arrangement patterns of the heater groups thereof; By intermittently conveying glass 
sheets through the respective heating zones with different arrangement patterns of heater groups as stated, the distri- 
bution of heat quantity received from the heating zones by the glass sheets can be finely divided without increasing the 
number of the temperature control systems. Specifically, the distribution of the received heat quantity can be divided 

40 into 40 divisions on a surface of a glass sheet as shown in Figure 8 (the divisions of the heater groups in the respective 
heating zones can be overlaid to provide the 40 divisions in Figure 8). In this manner, a fine temperature distribution can 
be produced without increasing the number of the control systems. As a result, it is possible to bend the glass sheets 
in a fine shape in an economical way. 

[0052] The glass sheets are carried on the mold in the heating furnace, and the glass sheets are bent under their own 
45 weight so as to follow the profile of the molds. Not only curvatures with finely divided into the 40 divisions can be given 
to the glass sheets but also a fine temperature distribution can be synergistically given to the glass sheets by applying 
various kinds of temperature hysteresis to respective portions of the glass sheets, such as a control wherein the tem- 
peratures in the respective heating zones are controlled so that the glass sheets have a portion thereof abutted on the 
related molds and a peripheral portion of the abutted portion provided with increased temperatures faster than the other 
so portions, a control wherein the glass sheets have a portion away from the abutted portion provided with an increased 
temperature faster than the other portions, and a control wherein a temperature is gradually increased or rapidly 
increased after the temperature has been increased to a certain level. 

[0053] When the heaters are provided on the floor wall or the side walls, it is preferable that these heaters are sepa- 
rated from the inner surface of the furnace. Since the glass sheets are put on the molds, the temperature control on a 
55 lower side of the glass sheets must be made, considering the existence of the molds, in some cases. On the other hand, 
the set temperatures and the temperature distribution of the heaters can be more precisely reflected on an upper side 
of the glass sheets since there is no obstacle between the heaters and the upper side of the glass sheets. It is desirable 
that the heaters provided on the ceiling of the furnace can set temperatures with better precision than the heaters pro- 
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vided on the floor of the furnace. From this viewpoint, it is recommended that at least the heaters on the ceiling have a 
good responsiviiity to the temperature of the glass sheets in terms of temperature setting, and it is preferable that there 
is provided the air layer between the heaters on the ceiling and the inner surface of the ceiling of the furnace as in the 
example. 

[0054] A preferred bending control for glass sheets in accordance with the synergistic fine temperature distribution 
stated above will be now described. Specifically, a simulation finding program which is installed in a computer main- 
frame 160 shown in Figure 1 will be explained. This is a technique capable of setting heater temperatures in a simple 
way. in particular, for small -quantity of multi-product production, which is different from the conventional technique 
wherein the heater temperatures in the heating zones are experientially set and it is checked on an actual apparatus 
whether the bent shape of a glass sheet is in an acceptable range. The technique according to the present invention is 
one that for finding the temperatures of a glass sheet and the degrees of sag in the glass sheet in the respective zones, 
the accuracy in simulated results is upgraded in consideration of the temperatures of the glass sheet and the sagging 
speed in the glass sheet in the preceding zones. 

[0055] In Figure 1 is shown a computer 120 which collectively controls the heating furnace 10. The computer 120 has 
the keyboard 140 for setting heater temperatures in the respective heating zones of the heating furnace 10 and for 
inputting conditions for a glass sheet to be bent, the computer mainframe having the simulation finding program 
installed therein to find degrees of curvature in the glass sheet and a display 180 for displaying calculated results, and 
various functions and operational status of the heating furnace 10. The heating furnace 10 and the computer 120 can 
be connected so as to exchange various data therebetween, and the heaters in the respective heating zones are tem- 
perature-controlled based on the heater temperatures inputted through the keyboard 140. Information on actual tem- 
peratures of these heaters is transmitted to the display 1 80 to be displayed thereon. 

[0056] The program divides a glass sheet 26 into a plurality of elements (n x n) as shown in Figure 9 when a desired 
size and thickness of the glass sheet 26 and heater temperatures in the respective zones are inputted through the key- 
board 140. 

[0057] In Figures 10 and 1 1 are shown schematic views to explain how to find heat quantity received by each of the 
elements in the glass sheet 26. In Figure 10 is shown a zone which has the ceiling heaters thereof divided into No.1- 
No.13 of divisions for simplification in explanation. The zone includes the side heaters and the floor heaters not shown. 
The glass sheet 26 heated by these heaters is divided into n x n of elements. Heat capacity received by an element on 
a calculated surface [i. j] shown in Figure 1 1 is noted. The computer mainframe 160 finds the heat capacity C according 
to the following formula: 

C-dT Q /dt = Q r1 +0,2 +Qr2 -Q r 4-Q C 1 ' Q c2 (W> (1) 

T G : element terrperature of a glass sheet (an element on a calculated surface is treated as a concentrated heat 
capacity body.) 

Q r1 : radiation heat quantity received from all heaters, which is found according to the following formula 



Q n = ae g A g ]TaTk 4 e n F gn 



(2) 



n-1 



Qr2 : convection heat quantity received from an ambient temperature, which is found according to the following for- 
mula. 



Q (2 saE g A gZ aTk4e n F gn 



(3) 



: radiation heat quantity received from a hearth, which is found according to the following formula. 



Qr3= a£ g A gZ aTk4 E n F 



gn 



n-1 



Q f4 : serf-radiation heat of the glass sheet, which is found according to the following formula 
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Q r4 = 2A g aTk 4 £ g (5) 

} c1 a convection on an upper surface of the glass sheet which is found according to the following formula. 

Qci-AgOTfl-TuJk (6) 
} c2 : convection on a lower surface of the glass sheet, which is found according to the following formula. 

Qc 2 = A g( T g-T D )k (6) 



a : Stefan- Boltzumann constant 
T n : surface temperature of furnace element No.n 
e n : radiation heat of furnace element No.n 
A„ : area of furnace element No.n 
75 F gn : geometric factor of furnace element No.n as viewed from glass element 
c g : radiation heat of glass 
T g : absolute temperature of a glass element 
Ag : area of the glass element 

Ty : ambient temperature at an upper portion in a furnace (absolute temperature) 
20 T D : ambient temperature at a lower portion in the furnace (absolute temperature) 
K : heat transfer coefficient due to convection in the furnace 

The glass sheet is intermittently conveyed through the respective heating zones. The staying period in the respective 
heating zones are preset, depending on a preset tact time. The glass temperatures of the respective glass sheet ele- 

25 merits which are given during staying in the heating zone 101 are found based on the heat capacity received by each 
of the elements in the heating zone 1 01 and the staying period of the glass sheet in the heating zone 1 01 . Such f inding 
is sequentially carried out with respect to the heating and annealing zone 102-105 in consideration of the glass temper- 
atures of the respective elements in the preceding zones to obtain the glass temperatures of the respective elements 
in the respective zones (at respective times). 

30 [0058] Next, the degree of sag for each of the elements is found based on the glass temperatures. This finding is car- 
ried out by a simulation technique as in the heat capacity finding as follows. 

[0059] First, it is necessary to grasp the sagging speeds of the glass with respect to the glass temperatures before 
finding the degree of sag. This is because the degree of sag for each of the elements can be seen by adding up the 
sagging speeds based on a heating period. 

35 [0060] In Figure 1 2 is shown a relationship between glass temperatures and glass sagging speeds. This figure shows 
that a sagging speed is almost zero when a glass temperature is under substantially 580°C though a sagging speed 
has a tendency to rapidly increase when a glass temperature is beyond 580°C. This relationship is obtained by simu- 
lating a glass sheet 1 having dimensions shown in Figure 13. Specifically, the degrees of sag of a measured point P at 
a central portion of the glass sheet 26 shown in this figure were found while the glass sheet was gradually heated to a 

40 forming temperature. Thus, the relationship between the glass temperatures and glass sagging speeds of Figure 12 
were obtained. 

[0061] The degrees of sag of the respective elements of the glass sheet which has been conveyed through all zones 
can be obtained by calculating the degree of sag of each of the elements based on the found glass temperature of each 
of the elements in each of the zones (at each of the times) according to the relationship shown in Figure 1 2 and adding 

45 up the degree of sag of each of the elements in each of the zones. Without carrying out calculations in the respective 
zones to obtain the total degree of sag, the degree of sag of each of the elements at each of the times which are 
obtained through all zones may be directly sought. The degree of sag of the entire glass sheet can be found by adding 
up the degrees of sag of the respective elements thus calculated. By such arrangement, the degree of curvature of the 
glass sheet 26 can be seen without checking on an actual apparatus. 

so [0062] When two glass sheets are piled and carried on a mold so as to be simultaneously bent, the provision of the 
two glass sheets has to be reflected on the simulation. Specifically, there are a technique wherein the provision of two 
piled glass sheets is taken into account in the calculation, and a technique wherein the provision of a glass sheet with 
a thickness equal to the total thickness of two glass sheets is taken into account in the calculation for simplification. 
Although the former technique provides simulated results closer to an actual bent shape, the tatter technique can pro- 

55 vide sufficiently practical simulated results. 

[0063] Now, the operation of a device for finding the degrees of curvature of a glass sheet constructed in accordance 

with the present invention as sated earlier will be explained, referring to the flowchart of Figure 14. 

[0064] First, the size and the thickness of a glass sheet 26 to be bent are inputted through the keyboard 140. and 
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preliminarily set temperatures for each of the ceiling heaters 40. the side heaters 42 and the floor heaters 44 in the 
respective zones are set through the keyboard 140. Thus, initial setting is completed (Step 100). 
[0065] When the initial setting has been completed, the computer mainframe 1 60 divides the glass sheets into a plu- 
rality of elements (n x n) as shown in Figure 9. 
s [0066] Next, the radiation heating quantity from the heaters and the convection heating quantity from ambient tem- 
peratures which are received by each of the elements in each of the zones are found according to the formula (1 ) based 
on the inputted preliminarily set temperatures for the heaters. If needed, the heating quantity received by each of the 
elements in each of the zones is found by finding a heat quantity transferred in the thickness direction of the glass sheet 
(Step 200). 

io [0067] On the other hand, the initial temperature of the glass sheet in the heating zone 1 01 is set at a normal temper- 
ature, and unsteady f inding is carried out to see hew the temperature of each of the element of the glass sheet changes 
under the temperature in the heating zone 101 . In accordance with the unsteady finding, the final temperatures of the 
glass sheet elements in the heating zones 101 are found based on the staying period of the glass sheet in this zone 
because the heating quantity received by the respective elements in this zone have been found. Next, the initial tem- 

is peratures of the glass sheet elements at the heating zone 1 02 are set at the final temperatures at the heating zone 101 , 
unsteady finding is carried out to see the temperatures of the respective glass sheet element change under the temper- 
ature in the heating zone 102. Then, unsteady finding is likewise carried out with respect to the heating and annealing 
zones 103-105. Thus, the glass temperatures of the respective glass sheet elements in the respective heating zones 
can be found (Step 300). Since the conveying tact time for the glass sheet has been set, the glass temperatures may 

20 be treated as glass temperatures at the respective times. 

[0068] Next, the degrees of the curvature of the respective elements are calculated based on the found glass temper- 
ature of the respective elements according to the relationship of glass temperatures and sagging speeds (V) shown in 
Figure 12 (Step 400). 

[0069] The degrees of curvature in the entire glass sheet are found based on the calculated degrees of sag of the 
25 respective elements (Step 500). 

[0070] Thus, required finding can be made without checking degrees of curvature of glass sheet on an actual appa- 
ratus. 

[0071 ] The found shape of the glass sheet is compared to a desired designed shape of the glass sheet to find a shape 
deviation (Step 600). and the found results are displayed on the display 180 (Step 700). It is determined whether the 
30 found shape deviation is in an acceptable range, and if affirmative, bending glass sheets under the inputted conditions 
stated earlier starts. Conversely, if negative, the preliminarily set temperatures of the heaters among the inputted con- 
ditions are modified, and the finding is made in the procedure stated earlier until the found shape deviation is in the 
acceptable range. 

[0072] Thus, glass sheets can be provided with a desired designed shape in accordance with this embodiment. 

35 [0073] In the above-mentioned explanation, the color of glass sheets is not considered. Various kinds of colors of 
glass sheets for automobiles have been recently adopted because of diversification in kinds of automobiles, and not 
only usual transparent glass sheets but also bronze or green glass sheets have became frequently seen. 
[0074] Since such colored glass sheets necessarily have different heat absorptivity depending on their colors, the 
sagging speed of colored glass sheets is faster than that of transparent glass sheets. If a relationship between glass 

40 terrperatures and sagging speeds has been obtained with respect to many colored glass sheets in advance, it is pos- 
sible to cope with finding the degree of curvature for many kinds of colored glass sheets. 

[0075] Explanation of the simulation has been made with respect to a case wherein glass sheets are intermittently 
conveyed in the respective heating zones. The simulation can be also applied to a case wherein glass sheets are con- 
tinuously conveyed at a substantially constant speed through all zones. In the latter case, the degrees of sag of the 
45 respective elements which have been conveyed through the all zones can be found by finding the glass temperatures 
of the respective elements at respective times instead of the glass temperatures of the respective elements in the 
respective zones. 

[0076] The arrangement of the heater groups and the number of the heaters in the respective zones may be ade- 
quately determined. With regard to the profile of the molds, any profile such as a ring shape of profile and a non-ring 

so shape of solid profile may be adequately determined, being matched to a targeted shape of glass sheets. 

[0077] A ring shape of profile is preferable since a solid profile is required to have the profile of a solid portion deter- 
mined with good precision for each glass sheet type. In particular, in case of a ring shape of Profile, a portion of the 
profile which supports a glass sheet and a portion thereof which does not support the glass sheet can be clearly differ- 
entiated. Fine shape control for glass sheets can be carried out by adequately determining the heat quantity received 

55 - by each of the portion with a glass sheet supported thereon and a portion thereof without the glass sheet supported 
thereon (including the heat quantity received by each of the portions with the lapse of time). 

[0078] Although the mold returning zone 12 is provided under the furnace structure 1 1 in the example, the position of 
the mold returning zone may be adequately modified. For example, the position of the mold returning zone and the posi- 
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tion of the furnace structure may be inverted. The mold returning zone and the furnace structure may be located side 
by side in the horizontal direction. Considering heat efficiency and limitation on the installing location of the apparatus, 
it is preferable that the mold returning zone 12 is provided under the furnace structure 1 1 . 

[0079] With regard to the technique that prevents the motion of the conveying device from being transmitted to the 
s mold 30 in the annealing zone 1 05. any preferred technique may be adopted. Instead of lifting the mold above the con- 
veying device as in the example, the mold may be shifted in a horizontal direction. Considering simplification in the 
mechanism and the limitation on the installing space, it is preferable to lift the mold since it is enough to disengage the 
mold from the conveying device. 

10 industrial Applicability 

[0080] In accordance with the apparatus for forming glass sheet according to the present invention, the staying period 
of the mold with a glass sheet carried thereon in the heating zone before the annealing zone is variable. This arrange- 
ment can successively produce glass sheets having different bent shapes, depending on different types, without using 

is a complicated driving device. 

[0081 ] In particular, a sufficient annealing period can be ensured without interference between the molds by adopting 
such treatment that the mold which has been conveyed into the annealing zone from the preceding heating zone at ear- 
lier timing is temporarily separated from the conveying device to be isolated from the motion of the mold in the preced- 
ing heating zone. Since the staying period of the mold in the heating zone before the annealing zone is variable, a 

20 required movement of the mold can be realized in preferable fashion. 

[0082] In addition, the following finding in a degree of curvature of a glass sheet can realize simulation close to check- 
ing on an actual apparatus without checking a degree of curvature of a glass sheet on an actual apparatus. The degree 
of curvature of a glass sheet is found by dividing the glass sheet into a plurality of elements and finding the heating 
quantity received by the respective elements and the glass temperatures of the respective elements after having set 

25 dimensions of the glass sheet and the heater temperatures in the respective zones, and calculating the degree of sag 
of the respective elements based on the glass temperatures in the respective zones in consideration of the heat quan- 
tity received from the previous zones in the respective zones. By feeding back the bent shape thus found to the temper- 
ature setting of the heaters, forming glass sheets having a desired shape can be realized without bending sample glass 
sheets or with the number of forming for sampling decreased. 

30 

Claims 

1. A method for bending glass sheets wherein a plurality of molds are provided, the respective molds have glass 
sheets carried thereon and the molds are successively conveyed into a heating furnace to bend the glass sheets; 

35 and wherein the heating furnace includes a plurality of divided heating zones which heat the glass sheets to a form- 
ing temperature and an annealing zone which is provided downstream of the heating zones to anneal the glass 
sheets, and the molds are successively conveyed into the heating furnace from upstream of the heating zones to 
downstream of the annealing zone through the divided heating zones and the annealing zone to bend the glass 
sheets, following the molds, so as to successively bend the glass sheets; 

40 characterized in that the molds are intermittently conveyed between the respective heating zones such that the 
molds stay for a certain period T 0 in the respective heating zones except the heating zone thereamong just before 
the annealing zone; and 

that a period T<\ wherein the molds stay in the heating zone just before the annealing zone is variable to not 
45 longer than T 0 , and the molds are intermittently conveyed between the heating zone and the annealing zone 

such that the molds stay for the period T-j dependent on a targeted curvature of the glass sheets. 

2. A method for bending glass sheets according to Claim 1 , characterized in that the molds are carried on a conveying 
device and are conveyed driven by the conveying device; and that when the molds are conveyed into the annealing 

so zone in the period T 1 set to be shorter than the period T 0 , a mold in the annealing zone that has stayed in the heat- 
ing zone just before the annealing zone for such a short period is retracted in a position disengaged from the con- 
veying device in the annealing zone until the following mold on an upstream side is conveyed into the heating zone 
just before the annealing zone. 

55 3. A method for bending glass sheets according to Claim 1 or 2, characterized in that before conveying the glass 
sheets into the heating furnace to actually bend the glass sheets, a simulated shape of a glass sheet is found by 
calculating a degree of curvature of a glass sheet in its entirety in accordance with a method for calculating a 
degree of curvature of the glass sheet including a first step for setting dimensions of the glass sheet and presetting 
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temperatures of heaters provided in the respective heating zones, a second step for dividing the glass sheet into a 
plurality of elements and calculating a glass temperature in each of the elements in the respective heating zones 
based on a heating quantity received by each of the elements in the respective heating zones and a staying period 
of the glass sheet in the respective heating zones, a third step for calculating a degree of sag of each of the ele- 
5 ments of the glass sheet in the respective heating zones based on the calculated glass temperature in each of the 
elements in the respective heating zones in consideration of a relationship between sagging speeds and glass tem- 
peratures of the glass sheet preliminarily found and a fourth step for calculating a degree of curvature of the entire 
glass sheet conveyed through the entire heating zones based on the calculated degree of sag of each of the ele- 
ments of the glass sheet in the respective heating zones, and 

70 

that the simulated shape of the glass sheet is compared to a preset desired designed shape of the glass sheet 
and set temperatures of the heaters are determined by modifying the preset temperatures of the respective 
heaters so as to bring the simulated shape of the glass sheet near to the desired design shape; and 
that the molds with the respective glass sheets carried thereon are conveyed through the respective heating 
75 zones. 

A method for bending glass sheets wherein plurality of molds are provided, the respective molds have glass sheets 
carried thereon and the molds are successively conveyed into a heating furnace to bend the glass sheets; and 
wherein the heating furnace includes a plurality of divided heating zones which heat the glass sheets to a forming 
temperature and an annealing zone which is provided downstream of the heating zones to anneal the glass sheets, 
and the molds are successively conveyed into the heating furnace from upstream of the heating zones to down- 
stream of 'the annealing zone through the divided heating zones and the annealing zone to bend the glass sheets, 
following the molds, so as to bend the glass sheets; 

characterized in that before conveying the glass sheets into the heating furnace to actually bend the glass sheets, 
a simulated shape of a glass sheet is found by calculating a degree of curvature of a glass sheet in its entirety in 
accordance with a method for calculating a degree of curvature of the glass sheet including a first step for setting 
dimensions of the glass sheet and preset temperatures of heaters provided in the respective heating zones, a sec- 
ond step for dividing the glass sheet into a plurality of elements and calculating a glass temperature in each of the 
elements in the respective heating zones based on a heating quantity received by each of the elements in the 
respective heating zones and a staying period of the glass sheet elements in the respective heating zones, a third 
step for calculating a degree of sag of each of the elements of the glass sheet in the respective heating zones 
based on the calculated glass temperature in each of the elements in the respective heating zones in consideration 
of a relationship between sagging speeds and glass temperatures of the glass sheet preliminarily found and a 
fourth step for calculating a degree of curvature of the entire glass sheet conveyed through the entire heating zones 
based on the calculated degree of sag of each of the elements of the glass sheet in the respective heating zones; 

that the simulated shape of the glass sheet is compared to a preset desired design shape of the glass sheet 
and set temperatures of the heaters are determined by modifying the preset temperatures of the respective 
heaters so as to bring the simulated shape of the glass sheet near to the desired design shape, and 
that the molds with the respective glass sheets carried thereon are conveyed through the respective heating 
zones. 

5. A method for bending glass sheets according to Claim 4, characterized in that when the glass temperature in each 
of the elements in the respective heating zones is calculated in the second step, the glass temperature in each of 

45 the elements in the zones just before the respective heating zones is set as an initial temperature. 

6. An apparatus for bending glass sheets which includes a plurality of molds with glass sheets carried thereon, a heat- 
ing furnace which includes a plurality of divided heating zones to heat the glass sheets to a forming temperature 
and an annealing zone provided downstream of the heating zones to anneal the glass sheets, and a conveying 

so device to convey the molds from upstream of the heating zones to downstream of the annealing zone through the 
divided heating zones and the annealing zone, and which successively conveys the molds into the heating furnace 
to bend the glass sheets so as to follow the molds; 

characterized in that the molds are intermittently conveyed between the heating zones and between the heating 
zone and the annealing zone, 

55 

that the molds stay for a certain period T 0 in the respective heating zones except the heating zone thereamong 
just before the annealing zone, and 

that a period wherein the molds stay in the heating zone just before the annealing zone is variable to not 
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longer than T 0 . 

7. An apparatus for bending glass sheets according to Claim 6, characterized in that the molds are carried on a con- 
veying device so as to be conveyed driven by the conveying device, and the annealing zone is provided with a lifting 

5 device for temporarily lifting a mold from the conveying device 

8. An apparatus for bending glass sheets according to Claim 6 or 7, characterized in that a wall of the heating furnace 
which is located between the heating zones and the annealing zone is provided with an door entry opening, though 
which a first door gets in and out of the heating furnace so as to be opened and closed in association with entry of 

10 a mold; a box shaped enclosure which has an enclosure opening on a side of the door entry opening is provided 
on an outer surface of the heating furnace at an outer periphery of the door entry opening to abut the outer surface 
so as to contain the door entry opening in an inner periphery of the enclosure opening and to project outwardly from 
the heating furnace; and the door is housed in the box shaped enclosure in an opening state 

75 9. An apparatus for bending glass sheets according to Claim 6, 7 or 8. characterized in that a returning zone for 
returning a mold with a formed glass sheet removed to an inlet of the heating furnace is provided to the heating 
furnace side by side, the heating furnace has an outer side of the inlet provided with a second door to be opened 
and closed in association with entry of a mold into the heating furnace, and the heating furnace has an outer side 
of an outlet provided with a second door to be opened and closed in association with removal of a mold out of the 

20 heating furnace. 
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Fig. 1 
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Fig. 4 
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Fig. 7 
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Fig. 9 
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Fig. 10 
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Fig. 11 
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Fig. 12 
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Fig. 13 
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